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Low-pressure gas discharge lamp with an alkaline earth oxide mixture as the electron emitter 
substance 



The invention relates to a low-pressure gas discharge lamp equipped with a 
gas-discharge vessel containing a gas filling, with electrodes and with means for generating 
and maintaining a low-pressure gas discharge. 

The generation of light in low-pressure gas discharge lamps is beised on the 

5 fact that charge carriers, especially electrons but also ions, are accelerated so strongly by an 
electrical field between the electrodes of the lamp that, in the gas filling of the lamp, owing to 
collisions with the gas atoms or molecules of the gas filling, they excite or ionize them. When 
the atoms or molecules of the gas filling return to their normal state, a part of the excitation 
energy, which may be greater or smaller, is converted into radiation. 

10 Conventional low-pressTire gas discharge lamps contain mercury in the gas 

filling, and are also equipped with a fluorescent coating internally on the gas-discharge 
vessel. It is a disadvantage of mercury low-pressure gas discharge lamps that mercury vapor 
emits radiation primarily in the high-energy but invisible UV-C range of the electromagnetic 
spectrum, which radiation can be converted into visible radiation, with significantly lower 

15 energy, only by using these fluorescent materials. The energy difference is hereby converted 
^ into undesirable thermal radiation. 

The mercury in the gas filling is also increasingly regarded as an 
environmentally polluting and toxic substance, which should be avoided where possible in 
modem mass production owing to the environmental hazard involved in its use, production 

20 and disposal. 

It is already known that the spectrum of low-pressure gas discharge lamps can 
be influenced by replacing the mercury in the gas filling with other substances. For instance, 
German patent submissions DE 100 44 562, DE 100 44 563 and DE 101 28 915 describe 
low-pressure gas discharge lamps containing a gas filling comprising a copper compovmd, an 
25 indium compoimd or a thallium compound together with an inert gas as the buffer gas. They 
are characterized by a higher radiation yield in the visible range of the electromagnetic 
spectrum than conventional low-pressure mercury discharge lamps. The visual efficiency can 
also be yet fiirther improved by the addition of additives and fluorescent materials and by 
controlling the intemal lamp pressure and the operating temperature. 
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In conventional low-pressure gas discharge lamps, internal electrodes are 
typically used in the discharge lamp. In order to reduce the electron work function on these 
electrodes and thereby the current coupling losses, alkaline earth oxides or mixtures of 
alkaline earth oxides may be used. For example, it is known from US patent subnoission 
5 2 449 113 that alkaline earth oxides may be used as electron emitter substances in electrodes. 

It is also known from international patent application WO 99/21213 that the 
electrodes of low-pressure gas discharge lamps can be coated with an electron emitter 
substance comprising a mixture of alkaline earth oxides. The service life of lamps of this kind 
is thereby increased and the work function reduced. 
10 However, the alkaline earth oxide mixtures customary hitherto have not 

proved successfiil as electron emitter substances for low-pressure gas discharge lamps 
containing copper, thallium or indiimi compounds in their gas filling. The reason is that they 
react with the alkaline earth oxides, as shown by the following equation, for example: 
2 InBr + BaO -> BaBr2 + In20. 
15 At the temperatures prevailing in the lamp, this reaction also occurs with 

copper, thallium and indium halides, and the radiant indium, thallium and copper halides 
disappear from the discharge as a result, rendering light generation inefficient. 

It was therefore the object of the invention to preserve the valuable electron 
emitter properties of alkaline earth oxides for low-pressure gas discharge lamps which 
20 contain indiimi, thallium or copper halides in the gas filling by altering the mixing ratios 
customary hitherto for the alkaline earth oxide mixtures used as electron emitters. 

In investigations with standard TL electrodes (tungsten filament with triple 
oxide emitter CBaO, SrO, CaO)) it was demonstrated that indium bromide (InBr) reacts 
strongly with BaO, but this reactivity decreases within the series of alkaline earth oxides 
25 towards the lighter alkaline earth elements. SrO still reacts completely with indium bromide 
at the typical electrode temperature of 1400 K. 

Surprisingly, above 800 K, CaO no longer reacts with indium bromide, and 
above ambient temperature, MgO no longer shows any reaction whatever with InBr. 

It was apparent from these findings that, Avith an appropriate alteration to the 
30 hitherto customary mixing ratio of alkaline earth oxide emitters, their use is possible even in 
low-pressure gas discharge lamps containing indiimi, thallium or copper halides in their gas 
filling. 

The invention therefore relates to a low-pressure gas discharge lamp, which is 
equipped with a gas-discharge vessel containing an inert gas filling as the buffer gas and an 
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indium, thallium and/or copper halide, and with electrodes and with means for generating and 
maintaining a low-pressure gas discharge, and which has, as the electron emitter substance, a 
mixture of BaO, SrO, CaO and MgO, wherein: 

a) the molar proportion of BaO is less than 1 percent by weight 

5 b) the molar proportion of SrO is less than 1 0 percent by weight 

c) the sum of the molar proportions of CaO and MgO is greater than 90 
percent by weight, wherein the CaO proportion in the CaO/MgO mixture lies between 10 and 
90 percent by weight 

The molar ratio of CaO to MgO should be selected such that, on the one hand, 

10 sputter resistance is high, which points to a high MgO proportion, whilst, on the other, the 
work function O should be low, which favors a high CaO proportion (O (CaO) = 1 .6 eV, O 
(MgO) = 3.1 eV). By means of a balanced ratio of the MgO proportion to the CaO 
proportion, electrodes combining a high sputter resistance with low work function for the 
electrons may be designed. It is expedient if the design of the electrodes and the position of 

15 the emitter are such that, in operation of the electrodes, the CaO lies at electrode locations 
that are hotter than 800 K, 

The low-pressure g£LS discharge lamp in accordance with the invention 
contains an inert gas from the group helium, neon, argon, krypton and xenon as the buffer 
gas. The cold pressure of the inert gas advantageously equals 2 to 10 mbar, especially 

20 3.4 mbar. 

In the lamp in accordance with the invention, a molecular gas discharge takes 
place at low pressure, emitting radiation in the visible and near UVA range of the 
electromagnetic spectrum. To convert the UV light into visible light, fluorescent materials are 
used, which are applied to the interior and/or exterior of the discharge vessel. These 

25 fluorescent materials or combinations of fluorescent materials do not have to be applied to 
the interior of the gas discharge vessel, but may also be applied to the exterior, since the 
generated radiation in the UVA range is not absorbed by the types of wall material normally 
used for the discharge vessel. The materials that can be used as fluorescent materials must 
absorb the generated radiation and must emit in a suitable wavelength range. 

30 The stated alkaline earth oxide mixture may also advantageously be used as 

the electron emitter substance for coating a titanium, zirkonium, hafnium or tungsten 
electrode. Use of titanium, zirkonium or hafiiixmi as electrode matel material enhances the 
formation of caelum or magnium as an electron emitter substance. 



